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(54) Lead-acid batteries and grids therefore 

(57) A fead-acid cell or battery includes positive 
plates made from a lead-based alloy containing calcium, 
tin, and silver in amounts selected based upon the type 
of application and the plate tabrication method utilized, 
starting, lighting and ignition battery grids being directly 
cast and having calcium present in an amount of 0.03% 
to 0.050%, tin In an amount Of 0.65% to 1 ,25%. and sil- 
ver in an amount of from 0,018% to 0.030%. and the 



grids used in sealed, lead-acid cells comprising, whan 
made by gravity casting, from about 0.035% to 0.055% 
calcium, 0.95% to 1.46% tin, and 0.01 8% to 0.030% sil- 
ver, and, when made by continuous strip casting, calci- 
um in the range of from 0.030% to 0.050%, tin In the 
ranga of from 0.95% to 1 .25%, and silver in the range 
of from 0.017% to 0.030%, aM of the alloy percentages 
being based upon the total weight Of the grid. 
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Description 

This invention relates to load-acid batteries and, more particularly, to grids and plates used in making such batteries 
and to the method of making such grids and plates. 

6 

BACKGROUND OF THE INVENTION 

Over the last 1 5 to 20 years or so. there has been substantial interest In automotfve-type, lead-acid batteries whroh 
require, once in service* little, or more desirably, no further maintenance throughout the expected life of the battery 

10 "mistyped battery is usually termed a "low maintenance^ "maintenance-free battery '.The terminology maintenance- 
Iree battery will be used herein to include low maintenance batteries as wsll. This type of battery was first commercially 
introduced In about 1972 and is currently In widespread use. 

A con3idcrabfe amount of attention over the years has been given to the type of aitoya used for manufacturing 
positive and negative grids in such maintenance-free batteries. When maintenance-free batteries were first commer- 

« oially introduced, the conventional automotive lead-acid battery normally used grids made from anifmony-iead alloys 
in which the antimony content ranqed irorn about 3-4.5% by weight of the alloy composition. Such attoye were capable 
of being commercially produced at acceptable rates into-battery grids by the gravity casting production techniques 
then widsly used. Moreover, the batteries made using grids of such alloy compositions had desirable deep discharge 
cycling characteristics. 

20 However, such high antimony content lead-based aJJoys coufd not be used in grids in maintenance-free batteries. 

Thus, the use of such high antimony content alloys resulted in the batteries having undesirable higher gassing* higher 
self-discharge on stand, and higher attendant water loss characteristics. In other words, batteries with grids made from 
such alloys accepted high end of charge current during constant voltage overcharge so that excessive gas generation 
occurred Accompanying this gas generation was loss of water from the battery electrolyte. 

25 The assignee of the present Invention and its predecessors in interest have been in the forefront of research 

relating to alloys and maintenance-free batteries. Among the patents relating to this subject are the foffowing US. 
Patents: 4,006,035; 4,007.056; 4,166,155 and 4,456,579. 

Much commercial interest has centered around the use of calcium -tin- lead alloys for Use in making grids for main- 
tenance-free batteries. The calcium content in such alloys for positive grids has varied generally from about 0.06 to 

3o about 0.1% by weight of the alloy while the tin has generally ranged from about 0.1 up to 0.8% and even more. More 
typically, the calcium content in such alloys when used for making maintenance-free battery grids has been at least 
about 0.08% by weight or mora. 

Other commercial Interest for mafntenance-free battery grids has been directed to the use of °low antimony ■ lead- 
based alloys, viz., alloys containing antimony contenls of about 1 to about 2.5%, more typically about 1 .5% or so. Use 
of such low antimony alloys generally required the need to add other alloying Ingredients since such low antimony 
alloys were not capable of being made into grids at acceptable rates under normal production conditions. 

Other approaches for grid alloys in maintenance-free batteries have included the use of "hybrid" alloy systems. 
Most typically, a low antimony, lead-based alloy is used as the alloy for the positive grids while an antimony-free alloy 
is employed tor the negative grids. Often, the alloy of choice for the negative grids has been a calcium-tin-lead alloy 

*o or acalcium-aJuminum lead alloy. 
V .-• II has been well recognized over the years that lead-acid batteries are perishable products. Eventually, such bat- 

teries in service will fail through one or more of several failure modes. Among these failure modes arc failure due to 
posfilve grid corrosion and excessive water loss. The thrust of maintenance-free batteries has been to provide a battery 
that would forestall the failure during service for a period of lime considered commensurate wfth the expected service 

45 life of the battery, e.g. , three to five years or so. 

To achieve this objective, the positive grids used in Malty for maintenance-free batteries typically had thicknesses 
of about 60 to about 70 mils or so. The batteries were likewise configured to provide an excess of the electrolyte over 
that needed to provide the rated capacity of the battery. In that fashion, by filling the electroJyte to a level above thai 
of the top of the battery plates, maintenance-free batteries contained, in effect, a reservoir of electrolyte available to 

so compensate for the water loss, during the sen/ice life of the battery In other words, while the use of appropriate grid 
alloys will reduce water loss during the service life of the battery, there will always be some water loss in service. 

Over the past several years, the manufacture of such automotive lead-acid batteries, typically termed SLI auto- 
motive batteries (principally used for the starting, lighting and ignition requirements of an automobile), has become 
substantially more complex. Battery grids have typically been made by gravity casting (e.g., the molten alloy Is fed into 

S3 what is termed a book mold and Is then allowed to solidify, the book mold providing either one or two slde-by-side 
grids). Production equipment using an alternate method to fabricate grids is now commercially available by which 
battery grids can be continuously formed by expanded metal fabrication techniques. For example, a rotted or wrought 
alloy strip or a cast strip is slit and expanded using reciprocating dies or the like and then cut into the desired width 
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and height dimensions to form the grid with a lug. 

Automobile battery manufacturers thus have available a variety of techniques for forming battery grids in produc- 
tion. However, the effect on performance of the batteries when such techniques are used Is not understood ail that 
well. This lack of understanding is particularly evident in view of the factors complicating current SLf battery performance 
& requirements. 

One complicating factor in attempting to provide satisfactory service life Is the seemingly ever-increasing power 
and energy requirements demanded in current SLI automotive batteries used In modem automobiles. Many factors 
have contributed to the need and/or desire for such higher power and energy for such batteries. One major measure 
of power currently in common usage Is the rated number of cold cranking amps. The number of cold cranking amps 
to is considered In the industry as some indication of the relative power of tho battery to start an automobile in cold 
temperature conditions. 

Yet another complicating factor is the 'under-the-hood" space requirements. Automobile manufacturers have sig- 
nificantly decreased the overall space available for batteries in the engine compartment. Typically, this has required 
that battery manufacturers provide a lower profile battery, vl*., a battery having less overall height than previously 
*s required so as to meet current aerodynamic styling needs in automobiles. Such lower profile batteries will have less 
acid above the plates. 

These complicating factors (i.e., a need for increased power and energy with less available space for the battery) 
have required battery manufaclurera to alter the battery internal design configurations to provide the needed power in 
a lower profile battery container These internal alterations have typically involved increasing the number of plates used 

*> in each cell by employing battery grids with reduced thickness. For example, the f\vrrto&r of plates in a BCt Group 24 
battery has increased from about 1 3 to about 1 9 or so over the last few years while the thickness of the positive grids 
has decreased from about 65 to 75 mils or so down to about 45 mils and even less in some cases. The reduction in 
the thickness of the positive grids together with an increase in the number of plates has allowed battery manufacturers 
to provide Group 24 batteries having rated power output capabilities of 875 cold cranking amps or so. Battery manu* 

2S facturers current Jy offer batteries in other BCl sizes having rated power output capabilities of up to 1 000 cofd cranking 
amps and even more. 

Another aspect that has occurred in recent years is the substantial Increase In the under-the-hood temperature to 
which the battery is exposed in automobile service. Obviously, the under-the-hood temperature is particularly high In 
. the warmer climates. One automobile manufacturer has perceived that, in the past three years or so, the temperature 
so lo which an SLI battery is exposed under-the-hood In such warmer cJfmates has risen from about 1 26° F to about 165 a - 
190 W F in now automobiles. 

The specific temperature increase which is Involved is not particularly important What is important is that such 
under-the-hood temperatures have in fact increased. The Impact of the under^he-hood vehicle service temperature 
increases on the failure modes has been to substantially increase the occurrence of premature battery failures. The 
38 incidence of premature battery failures due to excessive positive grid corrosion has been significant. 

One attempt to deal with the acute problem ol relatively high undeMhe-hood temperatures by one battery manu- 
facturer has been to provide a battery designed lor such high temperature conditions. This battery goes back to the 
use of thicker positive grids (about 70 mils or more) while using a smaller number of plates (back down to about 10 
per cell). In addition, the head space in each cell is til led wilh hollow plastic microspheres. The use of such microspheres 
40 Is perhaps to serve as a vapor barrier to the electrolyte lor minimizing evaporative loss of water in tho electrolyte or 
perhaps tor limiting heat transfer or the like. 

What has not been appreciated in the art is the cumulative effect of all of these complicating factors and increased 
under-the-hood temperature on the requirements for the battery grid alloy. The overall battery requirements have dras- 
tically increased the need for a positive grid alloy that will impart, in the resulting battery, enhanced resistance to positive 
4$ grid corrosion. As is apparent from the foregoing, a considerable amount of prior work, in this field has been directed 
to calcium-tin-lead alloys tor use in maintenance-free battery grids. 

Additionally, and more recently sliver-based caicium-tin-isad positive grid alloys have been utilized in sealed, 
oxygen gas recombinant valve-regulated lead-acid batteries. Such alloys also contain aluminum in an amount of about 
0.02 to 0.03% by weight. The calcium content ranges from about 0.09 to about 0.11% by weight while the silver content 
so ranges from about 0.016-0.02% by weight, and the tin content ranges from about 0.5-0.75% by weight. 

As previously noted, in addition to forming battery grids by gravity casting, equipment is now commercially available 
by Which ballery grids can be continuously cast on a rotary drum grid caster. Additionally, battery grids can also be 
continuously lormed by expanded metal fabrication techniques. 

While SLI lead-acid battery manufacturers have available to them this variety of techniques for producing battery 
ss grids, some o1 these techniques have not been successfully commercialized for producing positive grids. The most 
widely used technique for making SU battery grids has been the conventional book moid gravity casting technique. It 
has, however, long been recognized that this technique, semi-continuous at best, can cause several production prob- 
lems. In the first place, gravity casting techniques are subject to various problems which result in scrap as well as lack 
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of product consistency and the like, These problems Include operator errors; wide variation In grid wire thickness and 
nance overall weight due to mold coating variations ond Irregularities; substantial material handling in production and 
difficulty h automating such processes and the accompanying inconsistencies due to human error and the like. 

Feeding of these individual grid panels made by gravity casting technique into the pasting machine durfrig high 
speed production conditions can also result in frequent grid jam ups and with resultant scrap. Further, such jam ups 
result in production stoppage, lost production, clean-up of jams and variation In paste machine set-up and attendant 
active material pa6te weight and thickness variations. 

Further, as is known, grids pasted with active material are typically stacked for paste curing prior to assembly of 
the battery. It is therefore necessary to remove a small quantity of paste surface molsturo from tho active material paste 
prior to stacking so that adjacent stacked, pasted plates will not stick together during curing and post-curing, before 
they are dried. As a practical matter, however, the tendency in commercial production la to surface dry more than is 
required so as to ensure that any possible sticking problems are eliminated. This further exacerbates the probfem of 
providing product consistency. 

Still further, a related problem is the development of what are often termed "checking cracks" or shrinkage cracks 
in the cured or dried active material paste on the plates, particularly adjacent to the grid wire surface. Such checking 
cracks can result from either excessive drying or from drying (i.e., moisture removal) too quickly. Such checking cracks 
not only decrease the expected service life but also the low and high rate discharge performance of batteries using 
plates having checking cracks because of poor paste adhesion to the underlying grid surface. 

Another problem of substantial significance stems from the environmental issues Involved in pasting, curing and 
<v_x *° assembly of batteries using gravity cast SLI battery grids. Lead dust is a major problem, stemming from loss of powdery 
active material from cured and dry paste during processing and handfing while assembling bartsHae Mechanical han- 
dling loosens powdery active material since there are no surface barriers. The resulting lead dust must be dealt with 
. .in an environmentally satisfactory manner, and production staff have to wear respirators while carrying out pasting and 
battery assembly operations, Indeed, a great many production safeguards need to be provided to handle powdery lead 
25 oxide dust. 

Potentially, the use of any continuous process liko continuous grid casting or other continuous expanded metal 
, fabrication techniques to make battery grids is capable of minimizing, if not eliminating, one or more of the problems 
associated with gravity casting techniques. There has accordingly been substantial interest and effort directed to the 
. use of such techniques over the years. This effort has resulted in what is believed to be rather widespread Use of 

so various continuous, expanded metal fabrication processes tor making SLI negative battery grids. 

The same benefits would result when usin g continuous process for making grids and plates for SLI positive battery 
. grids. However, one major issue is present with positive grids and plates that is not an issue with negative battery grids 
and prates. More particularly, as has been previously discussed herein, corrosion of the positive battery grid Is a principal 
.mode of failure of SU batteries. At least for this reason, as far as can be perceived, expanded metal fabrication toch* 

35 niques have not been widely used commercially for making SLI positive battery grids, because of increased suscep- 
tibility of continuous cast strip which is expanded into SLI positive grids to positive grid corrosion. The Increasing under- 
Ihe-hood temperatures discussed herein only sorve to exacerbate the difficulties associated with using such expanded 
metal techniques for producing positive battery grids. Indeed, Irom the standpoint of customer acceptance, some skep- 
ticism has been expressed as to whether continuous expanded metal techniques could be satisfactorily used for com- 

40 mercial production of positive grids and plates. 

A principal exception to the foregoing involves a U.S. battery manufacturer who uses a cold-rolled calcium-tin-iead 
alloy sheet and oxpanded metal production techniques to make positive and negative battery grids and plates. It is 
believed that this same general technique has been used for many years. However, what has been occurring at present, 
it fs believed, is that excessive positive grid corrosion is resulting, causing premature battery failure particularly in 
current automobiles. 

In spite of all the considerable work directed to maintenance-free batteries over the past several years, the com- 
pleating factors and other aspects previously discussed have created a substantial need for maintenance-free batteries 
that can meet the power and energy demands required and yet have an adequate service life, particularly when used 
In warmer climates with elevated under-the-hood vehicle service temperature conditions. The entire automobile service 
go environment and requirements for the battery present an extremely complicated situation which is not all that well 
understood. A substantial need also exists for a process to continuously produce battery grids that can obviate the 
problems discussed herein. 

Tne advantages that are provided by sealed lead-acid cells and batteries in comparison to conventional, flooded 
Lead-acid batteries are substantial and varied. Sealed lead-acid battery technology thus offers substantial benefits by 
eliminating maintenance (e.g., cell watering), environmental (e.g.. expensive waste treatment systems and air-boma 
acid mist) and safety (e.g., acid burns) concerns. Such cells and batteries offer the possibility of operating wfth virtually 
no liberation of hydrogen and oxygen during continuous float charge maintenance charging. Well-designed VRLA cells 
and batteries with good fioal charge control and thermal balance during operation could result in a 5 to 20 year service 
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life with very minimal maintenance costs. 

It is thus not surprising that sealed lead-acid cells and batteries are widely used In commerce today for various 
applications. Such sealed lead-acid cells and batteries are often term "VRLA" (i.e., valve-regulated, lead-add) cells 
and batteries. In stationary battery applications, the sealed lead-acid batteries provide stand-by power in the event of 
s a power failure. For this type of application, such stationary batteries are maintained at a full state-of-charge and In a 
ready-to-use condition, typically by float maintenance charging at a constant preset voltage. Stationary batteries are 
used for stand-by or operational power in a wide variety of applications, including, by way of illustration, telecommu- 
nications, utilities, tor emergency lighting in commercial buildings, as stand-by power lor cable television systems, and 
in uninterruptible power supplies for computer back-up power and the like. Scaled batteries are also increasingly used 
10 in "on the road" and "off the road" electric vehicles like fork lift trucks, automated guided vehicles, and pure electric 
Vehicles, whereby these batteries supply all the energy requirements. 

There has been considerable effort in this field over the years to develop grid alloys that possess the many and 
diverse characteristics needed as a positive grid alloy for use in making the positive plates in Sealed lead-acid celts 
and batteries. Indeed, many of the types of lead-based alloys used fn conventional flooded lead-acid butteries have 
t« been investigated as candidates for use in sealed lead-acid oell6. As one example, lead-based alloys including calcium 
and tin In varying amounts, sometimes with other alloying components, have been used. However, insofar as it is 
known, none of these alloys have been able lo satisfactorily match, much less exceed, the collective favorable prop- 
erties of the alloys disclosed in U.S. 4,166,155 lo Mao ct al. and in U.S. 4,401,730 to Szymborskj et aj. Particular 
problems which develop when calcium-tin lead-based alloys are used range from the level of mechanical properties 
that are considered desirable to preventing premature capacity loss (often termed "PCL"). These VRLA cells and 
baUeries work on the fundamenlal principal of oxygen recombination at the negative active material during charging. 
The oxygen recombination reaction maintains the negative plate in a partially discharged state and, as a result the 
• potential is kepi near the equilibrium value for the Pb/PbS04 system, i.e. , n rte9 =:(80 lo 1 00mv)\ wherein n n „ g represents 
the over-voltage ol the negative electrode. Since the negative half -cell voltage is polarized by this amount, the positive^ 
£5 half-cell electrode will have to operate at a higher voltage which is equal in magnitude to this negative over-voftags 
shift under a constant or fixed voltage charging. Typically, the cells and batteries used for uninterruptible power systems 
and telecommunications applications are charged at a fixed constant voltage in the range of 2.21 to 2.35 volts per cell. 
The consequences of this higher charging voltage on the positive electrode ha If -cell in continuous float voltage charging 
tn battery service is the higher rate of positive grid corrosion in these VRLA batteries in comparison to flooded lead- 
30 acid batteries. Positive grid corrosion rale thus is much higher in the service cl a sealed lead-acid battery and could 
become life-limiting in many instances. The higher rate of positive grid corrosion h VRLA batteries is due to positive 
half cell voltage shift to higher potentials and also to higher cell temperatures in charging due to the exothermic nature 
of the oxygen recombination process and lack of an electrolyte reservoir heat sink as is available in flooded lead-acid 
batteries. Positive grid aUoy compositions that have good high temperature corrosion resistance and are free of ele- 
3S mental impurities that could lower either the oxygen or the hydrogen overvoitages would greatly Improve the service 
life of the VRLA batteries In uninterruptible power supply and similar applications. 

Substantial Interest in calcium-lin-silver Jaad-based alloys as positive grid alloys has developed. However, the 
metallurgy ol these quaternary alloys fe relatively complex due to the inclusion of the Ihree unique solute elements, 
calcium, tin and silver. This quaternary alloy, in general, is a classic precipitation-hardening aJloy deriving high me- 1 
chanical strength and corrosion resistance attributes due to an uniform dispersion of very fine Intermetallic precipitates 
V^,. In a lead rich matrix. 

Understanding how such relatively complex metallurgy Impacts upon use as positive grid alloys becomes only 
more complex, and significantly so. when the diverse criteria lor positive grid alloys are considered. In the first instance, 
suitable positive grid alloys must possess acceptable mechanical properties for processaJbillty so that the alloy can be 
4* made into positive grids of the desired configuration using the desired production method, and be capable of being 
subjected lo various downstream plate processing and assembly steps. In other words, the service life requirements 
become immate rial if the alloy cannot be made into grids under production conditions and be capable of being processed 
under desired cell or battery assembling end manufacturing conditions. 

Tho service life requirements for positive grid alloys are diverse and significant. Higher temperature conditions tn 
SO service heighten the importance ot corrosion resistance under such high temperature conditions so as to avoid positive 
grid corrosion becoming a significant mode of premature failure of performance. 

Accordingly, enhancing the mtoroetructure stability of the positive grid in service Is an important criteria. Solutions 
such as making thicker positive grids are not completely satisfactory in some battery designs due to container size 
limitations, involving economic penalties, while sacrificing capacity and performance, 
ss Moreover, such solutions do not adequately address corrosion issues related to positive grid growth. Positive grid 

alloys are susceptible to grid growth or dimensional changes due to the corrosion processes encountered in battery 
service. Excessive positive grid dimensional changes can result in premature failure in sen/ice and thus must be care- 
fully controlled. For example, even dimensional changes in either the horizontal or vertical direction as smatJ as 2% to 
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5% In service could result in complete cell or battery failure, 

This grid growth process is the result of application of a small magnitude stress continuously on the grid wire 
members as the positive paste undergoes phase changes In service. This applied continuous stress results in perma- 
nent deformation of the grid wires which leads to stretching of the grid, and, hence, the grid growth. The magnitude of 
this applied stress Increases with increased service temperature, and with decreased cross -sections of the grid wires. 
Permanent grid wire fractures can occur as this applied stress exceeds the yield point of the alloy. This slow, but steady, 
state deformation of the grid Is sometimes referred to as "creep-induced deformation.* 

Such creep-induced deformation cannot be completely eliminated. However, minimizing this adverse effect is im- 
portant, especially for particular types of cells (I.e.. VRLA cells) and for grids made using direct cast strip processes. 

Other important service life criteria that demand attention are passivation issues. Thus, thermally induced passi- 
vation layers In eervfce or storage must be minimized, and hopefully eliminated. Further, passivation effects resulting 
from discharge conditions must be avoided. 

Suitable positive grid alloys must thus develop satisfactorily uniform corrosion layers upon curing of the posMva 
active material to minimize and hopefully elirninale any grid interface-related passivation effects. Avoidance of thermal 
and electrochemical passivation must be achieved during float charging and open circuit storage conditions. 

Further complications arise due to the type of cell or battery as well as the service life requirements. More partic- 
ularly, the service life requirements for positive grids for conventional flooded electrolyte SU batteries vary from those 
for VRLA batteries. Thus, maintaining electrochemical compatibility of the positive grids throughout the demanding 
oxygen-rich environments In VRLA cells must be accomplished. 
\ — v Even further, the service lile requirements for VRLA cells for motive power applications van/ significantly from 

those for stationary power applications. In the laller. and while creep-induced deformation is an issue which must be 
addressed in virtually all lead-acid applications, this issue is particularly important in Stationary power applications 
where the expected service life of the batterfes Is 10 or even 20 years. 

Yet another factor that affects these diverse criteria is the manufacturing method selected for making the positive 
& grids. More particularly, the manufacturing method selected can fmpact upon the ailoy composition that is needed to 
satisfy the desired service life criteria. 

There accordingly exists a need for a lead-based alloy which can adequately satisfy the diverse requirements 
needed for a lead-based alloy for making grids for positive plates usad in flooded electrolyte and sealed lead-acid cells 
and batteries. 

so it i 8 accordingly an object of the present invention to provide a maintenance-free, lead-acid battery capable of 

satisfactory service life when operated in relatively high temperature environments. 

Another, and more epeeffic. object lies in the provision of an alloy composition useful for making positive grids for 
such maintenance-tree batteries. 

A still further and more specific object of this invention Is to provide an alloy that can be made into positive grids 
& for such maintenance-free batteries using commercfally viable, continuous strip and expanded grid or continuous cast 
grid manufacturing methods. 

Yet another object provides a positive grid alloy for such maintenance-free batteries thai will imparl enhanced 
resistance to positive grid corrosion relative to batteries using positive grids made from alloys presently being used. 
An additional object 01 the present invention is to provide an alloy for a positive grid that may be readily formed 
40 into a positive grid or a continuous strip followed by grid fabrication using expanded metal techniques or the like without 
^ undue loss of any of the key alloying Ingredients. 

Another object provides a continuous method for making lead-acid battery positive plates characterized by superior 
high temperature positive grid corrosion resistance. 

Yet another object of this Invention lies in the provision of lead-acid baitery positive plates, and batteries utilizing 
such plates, characterized by enhanced product consistency relative to the product consislency obtained with gravity 
cast plates. 

a A still further object of this Invention is to provide a method for making lead-actd battery positive plates that mini- 
mizes, or even eliminates, potential environmental Concerns such as lead dust and the ilka. 

Yet another object of the present Invention Is to provide a sealed lead-acid ceil or battery utilizing positive grids 
*° made of an alloy composition characterized by superior corrosion resistance. 

Another object of the present invention is to provide a sealed lead-acid cell or battery utilizing positive grids made 
of an alloy composition characterized by extended float maintenance charge service art UPS, telecommunications ap- 
plications, and motive power applications, and where the batteries exhibit very high charge voltage stability due to lack 
of impurities. 

Other objects and advantages of the present invention will become apparent as the following description proceeds, 
taken in conjunction with the accompanying drawings. 
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SUMMARY OP THE INVENT|Ofl 

In accordance with the present Invention, it has been found that. In general, desirable lead-acid cells and batteries 
can be provided by uti llzing positive gride made from calciurrHin-silver lead-based alloys in which the alloy composition 
is carefully selected based upon the grid manufacturing technique of choice and the battery service application. Thus, 
first and foremost, it has been discovered that careful control of the calcium content for this family of alloys must be 
obtained. Otherwise, the high temperature corrosion resistance becomes very unpredictable and unsatisfactory Fur- 
ther, and consistent with the selected calcium level, the tin and si iver contents must be coordkiated to satisfy the diverse 
service life criteria for the particular application. 

For positive grids for conventional flooded electrolyte SLI batteries, continuous grid fabrication is becoming Impor- 
tant due to cost considerations. Directly cast strip positive grids arc highly desirable from the cost standpoint. 

According to one aspect of this invention, it has been now found that directly cast atrip positive grids havrng no 
vertical (or edge) frame bars require enhanced mechanical properties to satisfactorily minimize creep-widuced defor- 
mation and related concerns In service. Thus, tor such directly cast strip positive grde, it has been found that alloys 
is of the following composition, based upon the total weight of the fabricated grid, are suitable: about 0.030 to 0.050% 
calcium, from about 0.60 or 0.65 to 1 .25% tin, from about 0.01 8 to 0.030% silver, and the remainder lead. Aluminum 
can be optionally included in an amount effecth/o to prevent dressing of the calcium during the grid manufacture, a 
range of from about 0.004 to about 0.01% aluminum being suitable. 

Another aspect of the present Invention involves positive grids for VRLA cells and batteries In which, when gravity 
\_ 20 casting is used to make the positive grids, the alloy composition of the grid is as follows: 0.035 to 0.055% calcium, 
about 0.95 to about 1 .45% tin, about 0.01 8 to about 0.030% silver, and the remainder lead, all of the percentages being 
based upon the total weight of the grid. When making VRLA positive grids from directly cast strips, alloys having the 
following composition should be utilized: 0.030 to 0,050% calcium, about 0.95 to 1.25% tin, aboutO.017 to 0.03% silver, 
and the remainder lead. White less desirable, rollBd strip (wrought, expanded) grid fabrication techniques should use 
» grids having the following compositions: 0.025 to 0.050% calcium, about 0.95 to 1.45% tin, about 0.017 to 0.030% 
silver, and the remainder lead. Optionally, each of tho alloys compositions can include aluminum in an amount effective 
to prevent dressing of the calcium during grid manufacture. 

While the invention is susceptible to various modifications and alternative forms, specific embodiments thereof will 
hereinafter be described in detail. It should be understood, however, that H is not intended to limit the invention to the 
3o particular form disclosed, but, on the contrary, the intention is to cover all modifications, equivalents and alternatives 
falling within the spirit and ecopo of the invention as expressed in the appended claims. Thus, while the sealed lead- 
acid cells and batteries herein havo been described in conjunction with industrial battery applications (e.g., stationary 
and motive power), it should be appreciated that such scaled cells and batteries may be used for any such application, 
including for automotive or use In other vehicles. 
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BRIEF DESCRIPTION OF THE DRAWING 3 

FIGURE 1 is a perspective view of a maintenance-free battery of the present Invention; 

FIG. 2 is a cross-sectional view taken generally along the line 2-2 of FIGURE 1 and showing a battery grid made 
utilizing an alloy composition in accordance with the present invention; 

FIG. 3 is a graph comparing the high temperature performance of the batteries of the present invention with that 
of conventional batteries; 

FIG. 4 is a schematic view of a preferred continuous method for making lead-acid positive battery grids and plates; 
FIG. 5 is a side elevalton view of a grid made using the method shown in FIG. 4; 
FIG. 6 is a side plan view of a positive plate in accordance with the present invention; 

FIG. 7 is a perspective view of a Isad-acid cell in accordance with the present invention* partially cut-away to 
illustrate the internal. configuration; and 

FIG. 8 is a schematic view of a battery In accordance with the present invention. 
DETAILED DESCRIPTION OF THE INVENTION 

The alloys of the present invention may be produced In the conventional manner by adding the afloying constituents 
in the prescribed amounts to the molten load and then mbdng until the mass is homogeneous. 
Commercially used high speed grfd manufacturing techniques, which are well known, can then be used. The caetrig 
temperatures generally used range from about 750 6 F to about 850°F, and the molten alloy Is poured into molds main- 
tained at a temperature of about 350* to 450*F. 

The alloys of the present invention can be produced by such conventionally used techniques as gravity grid casting 
machines by using book molds at rates comparable to those used with presently used alloys. Additionally, the alloys 
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i " ventl °" mav b6 diroct| y **« lnt ° * relatively thin cast strip with thicknesses generally ranging from 
about 0.020 nches to about 0.060 inches and then converted Into positive battery grids utilizing commercial V available 
equipment of this type In accordance with one desirable aspect of the present invention, as will be more fulfy described 
neiW tor. As may be appreciated, the thickness of the ©trip selected win be dependent, in general, upon the antici- 
pated grid corrosion life and the service file requirements desired for the particular applications 

Turning now to the drawings, FIGS. 1 and 2 show a maintenance-Iree battery utilizing the unique alloy composition 
of this invention for the positive grids. Thus, a maintenance-free battery 10 is shown which includes a container 12 a 
pair of side termrnal posts 14 and a cover 16 sealed to the container by any conventional means. The container is 
divided into a plurality of cells, a portion of one cell being shown in FIG. 2; and a battery element is disposed in each 
of these colls. The battery eiement comprises a plurality of electrodes and separators, one of the positive grids being 
shown generaJV at 18. The negative grids are of Identical or similar construction but are formed with any desired 
antimony-free alloy. The electrode illustrated includes a supporting grid structure 20 having an Jntegral lug. 22 and a 
layer of active material pasied thereto: and a strap 24 joining the lugs 22 of the respective positive and negative grids 
together. *" 

Intercell connectors are shown generally at 26 and include a •tombstone" 28 which forms a part of the strap 24 
The strap 24 may be lused to the grid lugs 22 In assembling the components into an element as is known. The terminals 
14 are similarly electrically connected through separate straps 24 to the supporting grid structure 20 during assembrys 
the base of the terminal forming a part of the strap 24. Suitable manifold venting systems for allowing evolved gases 
to escape in flooded electrolyte SLI batteries are shown at 34. Many satisfactory venting systems are wefl known In 
\^ 20 addition, it is believed that all the present maintenance-free batteries manufactured in the United Stales will typically 
utilise flame retardant explosion-proof vent designs. In sealed lead-acid cell or battery designs, the venting system b 
designed to operate the cell or ballery underpressure in the range of 0.5-10 psig to improve the efficiency ol oxygen 
recombination at the negative electrode and thus prevent the oxygen gas from escaping to the aimosphere. Since the 
cells and batteries of the sealed oxygen recombinant design operate at higher fnternaJ pressures, the polypropylene 
copolymer container and cover or other polymeric container-cover materials often used should be designed to withstand 
higher internal pressures. The battery or cell containers usually have thicker walle and the individual cells may be put 
In steel containers in service applications to prevent outside container walls from bulging and thus affecting internal 
ceil compression and battery performance and life. It is very critical to maintain preset cell compression to achieve 
optimum electrolyte contact and continuity for Ion transport, overall cell performance and for efficient oxygen recom- 
bination. Lack of cell compression due to container wall bulging usually results in Joss of oxygen, inefficient oxygen 
recombination, and battery performance which will result In higher water toss of the electrolyte absorbed in glass sep- 
arators with the consequence of premature battery failure due to low capacity. The cells and batteries are typically 
designed to maintain a uniform ce« compression in the range of 15 to 35% throughout the sealed battery service life. 

The particular design configurations of the battery may be varied as desired for the intended application. The alloys 
deacribed herein, and positive grids made using such alloys, may be advantageously utilized In any type and sire of 
lead-acid automotive battery. For example, the alloys of the present invention and battery grids made therefrom may 
be advantageously used fn dual terminal batteries such as those shown in U.S. Patent 4.645.725. Similarly, while a 
ballery having side terminals has been exemplified, the battery of this Invention could comprise a top terminal battery 
The thickness of the positive grids can vary as is desired for a particular service life and a particular desired fated 
capacity. However, with any given thickness positive grid, the batteries utilizing the alloys of the present Invention will 
V_ impart enhanced positive grid corrosion resistance to the ballery in comparison to conventional maintenance-free 

batteries having positive grids formed from previously used alloys. In general, the grid thickness in the batteries of this 
. invention can desirably vary from about 30 to about 75 mils for most applications. These grid thicknesses should be 
considered merely exemplary. 

45 As previously noted, the alloys used for the negative grids can be varied as desired. Thus, for maintenance-free 

battery performance, any negative grid alloy can be used that will provide such performance. This will generally involve 
an antimony-lreo, lead-based alloy. Among the typical alloys used for forming negative grids include calclum-tin-lead 
alloys or calcium-aluminum alloys having the following composition; calcium 0.09 to 0.1 6%. tin 0. 15 to 0.55%. and the 
balance lead or calcium 0.09 to 0. 16%. aluminum 0.01 to 0.035% and the balance, lead. 

so The alloy for the strap, including the intercell weld connection, can be any strap alloy that will provide the desired 

characteristics. Many such alloys are known and have been used. The positive and negative grids are connected to 
the straps using a strap alloy containing, for example, 1 .5-6.5% tin in the sealed read-acid batteries. This lead-lin strap 
alloy may also have a small selenium content in the range of 0.008-0.03% by weight 

In accordance with one aspect of the present Invention, it has been discovered that lead-based aJJoys of particularly 

55 defined composition may be cast into a continuous strip of desired thickness in the range of 0.020 inches to 0 060 
inches and then subsequently converted using expanded metaJ fabrication techniques to positivo grids and plates 
which exhibit high temperature positive grid corrosion characteristics considered to be essentially the same as those 
achieved with gravity cast positive plates made with grids of the same alloy composition by an appropriate selection 
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?!' h WhlCh K lh9 S,np ^ 16 made - What truly surprising Is that such improved positive grid corrosion 
^slstanca results .can be obtained even though photomicrographs of Ihe directly cast strip employ J I to r^kTthe 

™? , « th f eXPBCted 0rianta,i0n °' the ^ ^"daries in the Hoy which resute tSSS^S^ 
process , rtself Strong orientation of grains is usually associated with variable corrosion resistance 9 
Making the results obtained even mora apprising Is the uniqueness of the direcily oaet strip in comparison to other 

^ & f * SU °. h S, " P9 eXh ' b,t me Bimi,af 'y" 6 01 Nation * 'he grain boundaries as In directly cas^ 
£*1 h ^TT* ° btalned 18 vaB " y differem - 11,8 Pertormance achieved with direct caat strips is far superb 
10 I^h ,! T fT 0381 8nd r °" 0d St " ps in spite <* tha we "9 «««" orientation in the directly cast stt^ whl£ 

» would typically indicate that corrosion resistance would be diminished *»wnicn 
in the continuous strip directly cast to the appropriate thickness and made using an appropriate alloy composition 

*T, ^ CaSt matrl *- 17,8 '" her8nt hi9h 1em P««"'e corrosion resistance properties of the alloy H 
^unS,l?. 6 ! 5 <*«««■• me °" hanCed wsce P tibi % »«> erosion of the strip due to its oriented grain 

^Zfl^fl^ 9 T direc, . oas,in ?- altowi(1 9 PosHive grids and pimea to be made which exhibit outstanding high 
lemperature positive grid corrosion resistance. s 

In contrast the continuously cast strip which is cold rolled to the desired thickness exh ibits microstruetural instability 
due to residual stresses and recrystaili;ed zones present resulting from the cold rolling or the like. Even using the 
t?^£ Z^^ ^TS* ^f*"* 1 * 8 ,w the enhanced susceptibility to corrosion from such rrtcrostructu« 
mslabilrty Induced by res,dual stresses introduced during rolling. Since recrystallization will be nonuniform in Ihe cold 
rolled strip, corrosion rate differences exist between rewystallteed and non-recrystallfeed (stressed) regions and hence 
_ overall corrosion resistance is usually inferior in rolled sfrip. 

Accordingly, the alloys described herein make il commercially feasible, it is believed for the first time, to ulilize a 
continuously cast sinp to make the positive plates while achieving high temperature positive grid corrosion resistance 
^cterlstics only previously obtained with gravity cast grids. The potential commercial implications are very signif- 
icant, in addrtion to ihe environmental benefits, the economic benefits, it is believed, should amount to at least ten 
cents per battery, and, when all other beneficial aspects are considered, should be several times that amount 

a „H IT ? ^ GC °, n ° m ! C bC " m a ' 8 ° St * nete 33 8 tfibu1e tD thQ present Despite these potential benefits 

: and Ihe availability of various techniques for making cast lead alloy strip and converting such strip to battery grids, it 
remained for this invention to provide a commercially viable, continuous method for making SLI lead-acid battery poa- 

T H P ^. ble elaC, l al pertonrpance standing high temperature positive grid corrosion char- 
actensties. Indeed, the battery manufacturer having the most at stake has not been able to provide the benefits of the 
present invention. Thus, this battery manufacturer which has made positive grids from cast and rolled strip and ex- 
panded I metal fabricate techniques for many years still makes positive grids having high temperature corrosion char- 
as acterlsbcs vastly Inferior to those achieved using the present invention. 
' - «... l? 0 m T e ! hCd u °! ' he pr8S8nt im,ont ' <3n lh us Involves, initially, providing an alloy strip directly cast to the desired 

-2 £Z« J ? th,oknsa f of the a,toy ca " ba ^ ried 85 '* necessary to satisfy the service We and other requirements 
f^^r , W T,^ ^ n8ra '" f ° r preS8n1 SLI ,ead ^ cld ^'tory applications, ihe strip thickness can vary from 
40 t ° ab 1 Ot f h 0 0S0 ' ncha8 ' av ** ™ spared with gravity caat grids, the alloy welflht per grid " 

v ■ ^m *T*T^ 1888 ,h ° rT,e , ,hod °' the pre9em fnVention acniovin 9 satisfactory performance in service. A 

v^. significant savings in raw material costs can thus bo achieved. 

.nJ?^!^- <h ! larmino logy ' directl V ca6l ° rate rs to a continuous strip that Is cast directly from molten lead 
alloy into the iWckness desired for making the positive grids. The casting process thus does not include any cold rolling. 
45 ZT£ ma m J? kne ?f * *• 8,r, 'P frem ths om Ihickness to Ihe thickness desired for making the posittv^ 

hCh ^ U9 - ,0 thereasonsdeeenbad herein, excessive cold rollingof the oaststrip will signrflcamly diminish thedesired 
th«»Z^ G » "I!*? 0 * 3 " 0 * character,stfe8 «* th « "~*m grids. However, consistent with appreciation of 
TJ?l£ T unnocosea ^ « * understood that some cold rollinfl or the like couW perhaps be 

22 S T ^7 % 8Ul,ab '° M r t Cl,y Ca8 ' a "° y C ° n0nUdUs strip from ""'to" laad «** 18 ccSnmerctany 
«o S «rlp. ■ >- S - 5 462 ' 109 to Vineze * ai. discloses a method for makino a directly 

tinuJIf.f,^, 0881 8lriP ^, t , he [l 68 0OnvartGd ** known «panded metal fabrication techniques lo achieve a con- 
£^r^<°L an * Xf T l8ad - B " 0y 9fid mCSh 6,rip 8ui,abla ,w conversion into positive lead-acid battery pla^s. 
'"f" 8 ^, 8 ?' 8 £ own - 'ri^e operations involve first expanding into grids and pasting with positive or negalr^e pasta 

55 ^l^ lTl ^Z^J^ 9 ^ *?> mCSh l ° PrOV,d8 " a " er 9Xpan8ion a " d 0,b er processing, as will be 
described herein, the desired plate size and lug configurations 

trave?i^r^ n ,^r CU0 l With T^ 9 T° ^ are senera,| y made in Wa tongfludinal direction of 

,f98 ,r0m SlrtS ' For SU p08lllva P ,a » 8 - ^e continuously cast sirip may be. for 
example, from about 3 „ches to about 4-5 inches wide, preferably about 4 inches wide, in thfc fashion t^strip can 
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KoZSS^S^t!^ ' 5 then . movod r , ° a *™ and pasted with positive active material paste to 

thfl * ■ "T? ,fM " y deDicls ,ha vark5ua ste P» equipment utilized, in the preferred embodiment, of making 
^l^Z*TZZ?T?, ' he ^ esam inven,ior '- The ^""P™. utilised comprises a commemiafly a^ai^bTeS 
uoue expanded battery pialo production line (Cominco Ltd., Toronto. Canada). U.S. 4.315.3SS to Lauriee al a£> 
.llu«rates. .n general, the method and apparatus for forming the expanded mesh strip . S S*M £T talK 
« jn the form of colls each coil weighing about 1500 pound,. Strip 40~from a coil 42 ^SSZ£SK 
lw T^l C ^ n !? ,h ! Qfld eXpand9r line Succ """e coils can be processed w^houTro^r^ng^singlS 
ZTJLT^fT ' ■ 6 ^ " °" e 10 the beelnnln * rt * a co * Sullable strip welders can 

T^ Pt T°- * may ba apprec,a,ed trom » a to «8o.ng. the grids and plates form*" SSZ s5° 
« ^ 8fe b ° nd9d t0S8lh0r we " have ,e8S ,hari "P"™" 1 hi 9h temperature positive grid CorrosionTsistence 

« If desired, such grids could bo separated out and not used. r» P«»«ve gno corrosion resistance. 

In the grid expander section, the strip 40 is converted into a grid mesh of the desired size and pattern In general 
the rotary ^pansion, shown generally at 46, involves an expander moling module having aTas^mbly « 
cutters mourned onto three shafts which cut end perform the strip 40 into an expandable pa^em CenTw and 2 

^ ™t a?.^ k 0t d,Vef9e ' causin9 the mesn to ^P 3 " 0 awav from •» forming a defend 

(I e G fll»^ ^n^hiT ^"T 9 ^ " era maV be ° mpl0yed 10 10,1 ,he ° rid «f«nded mesn to the desired thickness 

a J£E£TL? UI T y ? 9 ? POtS i ^f" lrfmmef6 may bs U88d to remova * a * *h» ™«h * as to 

» provide dimensional uniformity and eliminating any ragged or protruding portions 

A'^'^if 'ormsthe 'ug and top frame bar configuration of the plate by punching a slug pattern from the 

M T * ,hU8 9UidCd thr ° W9h 3 ^ «le assembly ^toh cute the Slugs^and 

ejects^ them as salvage. A center guide protrusion then is Rattened as the grid mesh exits the die set 

30 B2 ^J^Vl!^, Sfu m . 8 * *'t 13 con,lnuous| y m °ved onto conveyor bert 60 with bottom absorbent paper layer 
iTZf^ZT ? I 91 " 9 ^tl^ b9tW8en 8 '"P *° the surface of the conveyor bert 66. PosVrve acL 
maienal paste from paste hopper 63 is applied to the desired areas of strip 40 in the pasting zone shown oener^v « 
60 Suttable past e; appVing apparatus for expanded mesh is Known and may be ueTd. As arNHu^rative example a 
surtab^paste^ppiymg apparatus is Auto Mac ,70 Paster (MAC Engineering Bentc* Haroor. Michigan). ' ' 

«n e rSlL f P ^ ,,nn ZOn6 ' B [0P absorbont of Paper fs positioned on the upper pasted surface of 
£t££S2E£!^ S ^° Ud m u° Paet6d Plate$ ' lhe pas,0d p,a,es bal "9 sandwiched bcCen the tc^and 
S b^^^S . * f, fa8hi ° n ' environ ^"'a' eon-n* due to lead dust or the like getting into meaTr 
should be minimized or generally eliminated because the active material is virtually encapsulated between the paper 

Still further, the top absorbent layer of paper functions to simplify any surface dryfna of the oaste retired wnirh 
enhances the consistency of the electrical performance and service life that will s^e aX maTeriLl 

stacked^ the absorbent paper layer shroud minimizes any sticking problems between adjacent plates in the stack. The 
paper layer also helps in keeping the plate divider knives clean and sharp 

s,rsn^7 a ^jr,~n^^n^Jf2! f8, 8 wide , variet y «* ma,9 ' ial9 «" be used. The principal requirements are wet 
S mihd ha^ w i ^th ii electrochemwal cleanliness. As illustrative examples, It has been found suitable to use 
Pound basis weight battery grade tissue paper from Zellerbach (Cincinnati, Ohio) 

nae .ff 1 dV ^ i "^ le - 4 ' 8 ,OP abeort)em P a P° r "^W 62. "nwound from roll 44. is fed onto the upper surface 66 of the 
pasted strip 40. The resulting pasted plate sandwich can then be further processed as desired 

Typically, such further processing includes, as in the illustrative preferred embodiment. Plate eartlno for divldlho* 
and flash drying foltowed by paste uuring, as shown In Flo. 4 at 66 and 68. respa^S ™!?Sl2J ^e SX2 

STh" 1 ^ ^ H ° W8Vef ' " 18 Pre,erfed ,0 firSt car ^ ou ' *• P |ate P arti "9 step iecauM aW^pres^S 

eaher s,cle of the pasted grid mesh prevents the cutters used for plate parting from S 
also, flie active material Is soft and less susceptible to cutter damage prior to curing 9 ' * 

PlateaT^d f^ *S "Th^ 8 K r ° ,a,V < C ^ in9 T 8 Wh ' Ch al,8ma,e,y CUt8 lhe P 38 ^ 8^ '"OSh hto left and right 
plates viewed from the lop). The mesh is suitably guided through this step by using an index rlno which ml 
center lug cut-outs. The divided individual plates go through a rapidly moving ImJ^JSS^S^S^^ 

thfs step. The flash-dried plates are stacked in plate trays for further pasta curing. removco in 
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Curing can be carried out by any of the many known techniques. In the preferred practice of thie hvention, curing 
of positive pasted plates is carried out by using conditions that favor conversion of tribasic to tetrabaeio lead sulfate. 
Such conditions include temperatures of 175'F up to 210°F at relative humidities of 95 to 100%. 

Further optional processing steps that oouJd be carried out. If desired, include forced drying d such cured platee 
at temperatures up to 1 75" F and low relative humidity to reduce the free lead content to below 3% and reduce moisture 
to below 3% leveJ. The negative pasted plates, after flash drying, ere usually cured at room ambient temperature for 
up to 72 hours or can be cured ctl 110M48'F and 95% humidity for 24 to 48 hours. 

FIG. 5 illustrates a preferred embodiment of a grid made by expanding metal techniques using a directty cast strip 
and made in accordance Wilh the present invention. Grid 70 includes a lug 72, a top bar 74 and a bottom bar 76. The 
mesh design is generally In the form of diamond shapes as indicated at 78. The grid has no side frame bars. As used 
herein, the terminology "directty cast strip grids" refers to grids made from a directly cast strip marie into grids by 
expanded metal fabrication techniques. 

Pursuant to one aspect of the present invention, it has been found that these directly cast grids, having no vertical 
or sids frame bars as shown In Fl G. 5, require use of alloys having carefully selected compositions to satisfy the service 
life criteria while, at the same time, particularly reducing creep -induced def ormat ton. Thus, the calcium content of these 
calcium-tin-sllver lead-based alloys should bo maintained in the range of from about 0.030% to 0.050%. This range 
has been found. In conjunction with the other alloying ingredients, to allow adequate mechanical properties to be 
developed while lowering the rate of matrix recrystallization. providing a more stable microstructure. 

Inclusion of silver in the range of about 0.018% to about 0.030% and tin In the range of from aboul 0.6 or 0.65% 
'-w 20 to 1 25 ^» provides high temperature corrosion resistance while minimizing creepnnduced delormation. The combination 
of the silver and tin ranges should be coordinated to reduce the susceptibility of the directly cast strip to hot-cracks 
and hot-tear type defects, particularly when casting strips wilh thicknesses greater than 0.040 inches. Unduly high tti 
and silver levels may cause brfttleness in the cast strip particularly when thicker cross-section Strips are being cast. 
Optionally, to prevent dressing, aluminum in an amount of from about 0.004% to about 0,010% may be used In 
& the alloy. While the use of aluminum has been found suitable to main lain the desired calcium content In the cast positive 
grid, it should be appreciated that any other oxygen scavenger may be used in place of aJuminum for this same function. 
However, any other oxygen scavenger employed, of course, should not adversely affect to any significant extent the 
highly desirable corrosion resistance characteristics that are achieved utilizing the present invention. 

As is often employed with positive plates, the positive plates of ihis invention may be enveloped with any desired 
& separator. Care should be taken In such process since the grids made by the expanded technique and plates do not 
include side bare, and the exposed mesh sides or edges thus present a potential problem as regards puncturing the 
separator if appropriate care is not taken In the enveloping process. For this reason, it is preferred that the negative 
plates be enveloped. Susceptibility to separator puncture and tear and eventual oxidation of separator and separator 
failure is much greater at the positive efde. This can be greatly minimized by enveloping negative plates. 
36 The method of the present invention should be capable of making up to about 400 pfates/minute or so while 

achieving significant improved performance In many respecis in comparison to what is achieved using gravity cast 
grids. The paste weight, density and thickness are thus more readily controlled, as is the paste adhesion during post- 
Curing so as to minimize checking cracks in the paste. This latter aspect enhances the low and high rate discharge 
performance as well as the expected service life. 

These substantial benefits arc achieved while the thus-produced batteries a/so exhibit the outstanding resistance 
^ — to n, 9 h temperature positive grid conosion achieved by using gravity cast grids even though the directly cast strip 

utilized to make ths gride as by the expanded process show a characteristic grain boundary orientation resulting from 
the continuous strip casting process rtsetf. 

This excellent positive grid corrosion resistance possessed by the batteries made with the method of this invention 
« is testimony to the uniqueness, in this respect, of the lead-based calcium-tin-eilver alloys described herein. However, 
while those alloys are preferred, it is believed that this same level of performance could be obtained by substituting", 
in whole or in part, any other alloying element that would supply the same functions as the alloying elements in the 
alloys described hsrein. 

Thus, in view of its similar properties and location in tho Periodic Table relative to calcium, it should be possible 
to utilize strontium (Sr) in such alloys while providing functionally equivalent results. If Sr is to be used to make lead- 
based Sr-Sn-Ao alloys, the amount employed should be between about 0.03-0.005% by weight of the alloy, while the 
tin, silver, and, when used, aluminum levels remain as hereinbefore described. When both Sr and Ca are' used the 
amount of each should be adjusted so that the resulting alloy imparls to the resulting battery, whether gravity cast or 
expanded melal grids are used, the desired high temperature positive grid corrosion resistance and other desired 
characteristics. In any event, the utility of any potential alloy can be determined in a straightforward fashion by utilizing 
the 167-F high temperature J-240 Life Test procedure described herein and comparing the results to thoee achieved 
using the lead-based Ca-5n-Ag alloys described herein. 

It fs preferred, when only strontium Is used, to utilize a level of from about 0.04-0.06%. based upon the weight of 
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the directly cast grid. In this preferred composition, the olher alloying Ingredients are preferably employed In the fol- 
Toi %™ S 0 01 B^ 5e<1 d!reCtl/ ° aSt 9rid Vi0 ^ : tfn " 04% lo 0. 9%. silver - 0.03% to 0.04%, and aluminum 

The use of strontium is not preferred, however, for economic reasons. In addition to its relatively higher cost, the 
ability to make the alloys is more complicated because strontium is not being used to any extent, if at all, in the battery 
field as far as can be determined. In contrast, lead-based Ca-Sn alloys are in wide use; and techniques for making 
alloys of this general typo are straightforward and well known. 

Further, as may be appreciated, the resulting grids made via gravity or made by expanded grid fabrication tech- 
niques using a direct cast sheet, can be hoat treated, if desired, to increase the ultimate tensile strength and associated 
stiffness for facilitating the pasting, siackingand assembly operations. Heat treatment of the alloys of the type described 
herein Is well known, as are numerous suitable techniques. As an exampls, for Illustrative purposes, heat treating, 
after the strip has been cast and prior to subsequent processing, can be accomplished by heating the cast strip at 
200 B -220°F for 150-180 minutes followed by cooling lo room temperature. 

In accordance with yet anolher aspect or the present invention, the alloys of this Invention are utilized to provide 
positive grids for sealed lead-acid cells and batteries. As to the alloy composition utlfeed for the positive grids, the tin- 
to-calcium contents should be such as lo achieve stable precipitates that result in higher mechanical properties and a 
more corrosion -resistant matrix (e.g., Sn 3 Ca) while essentially eliminating the presence of positive grid corrosion- 
enhancing precipitators such as Pb^Ca Preferably, such benefits are achieved when the tin concentration Is at least 
twelve times that of the calcium content. 

Additionally, and importantly, it has been found that creep-induced deformation in service for VRLA cells must be 
minimized white satisfying the other criteria. This is particularly important for stationary power applications where ex- 
tended life performance is required. Similarly, it has been found that the alloy composition must be modified, depending 
upon the grid fabrication method of choice, 

Thus, for gravity cast grids where the grid configurations include edge or vertical frame bare (for example, as shown 
in FIG. 6), grids having the following compositions are suitable: 0.035 to 0.055% calcium, about 0.95 to t .45% tin, 
about 0.018 to 0.030% silver, and the remainder lead. 7b prevent drosslng, aluminum can be optionally included. An 
illustrative range is from about 0,008% to 0.025%. To the extent possible, the silver content should be minimized to 
reduce any effect on the oxygen overvoltage at the positive electrode. 

When using direcuy cast techniques for VRLA positive grids, the following compositions are suitable: 0.030 to 
0.050% calcium, about 0.95 to 1.25% tin, about 0.017 to 0.030% silver, and the remainder lead. Optionally, aluminum 
may be included to prevent droeeing: an aluminum range of about 0.004% to 0.010% should be suitable. 

While less preferred, rolled strip (wrought) expanded grids manufacturing techniques for VRLA positive grids can 
use the following grid compositions: 0.025 to 0.050% calcium, about 0.95 to 1.45% tin, about 0.017 to 0.030% silver, 
and the remainder lead. Aluminum in an amount sufficient to prevent drosslng can be Included: a range of 0 004% to 
0.010% is suitable. 

in the most preferred alloy composition, the alloy includes Misch matai in an amount sufficient to enhance matrix 
grain refinement and uniformity of grain structure, and uniformity in the precipitation reaction, th ereby further enhancing 
the mechanical and corrosion resistance properties. Useful contents for the Misch metal will be In the range of from 
about 0.003 to 0.012% by weight of the alloy Misch metai typically contains, by weight, about 50% cerium, 15 to 30% 
lanthanum and the remainder being various rare earth elements. Most preferably, the amount of Misch metal is adjusted 
so that the fabricated grid will have a Cerium content in the range of about 0.002 to 0.01 0%. The Misch metal additions 
will be used when the calcium-tin-silver-lead ailoy strip is continuously cast for later grid expansion to minimize formation 
of oriented grains. 

The positive grid may be fabricated into the desired grid configuration by any of the many presently available 
commercial techniques that are known. As may be appreciated, the alloy compositions should be adjusted to provide 
satisfactory processing with the particular fabricating technique employed. 

The particular configuration and the specific components which are utilized with the positive grids of the present 
Invention do not form a part of this invention. Any of a wide variety of configurations and components for VRLA ceJIs 
and batteries are known and may be used. 

FIG. 6 shows an illustrative example of a positive plate in the form of a grid supporting structure. More specifically, 
the grid supporting structure 60 includes a lug 82 and a frame 84. The frame 84 defining a boundary for the grid 
supporting structure 80. The grid includes a plurality at interconnecting supporting members 86 defining a plurality of 
voids or pockets 88 for accepting active material paste. 

The positive plates can be cured and pasted by known techniques. Conventional pastes, such as Isady litharge 
and rod lead oxide, may be used In formulating the paste, as may other conventional ingredients. Positive paste density 
can be in any range suitable for the particular application, as is known. 

FIG. 7 Illustrates a lead-acid coll in accordance with the present invention. The coll 90 has a container 92 containing 
a plurality of positive and negative plates, g4 and 96. respectively. As illustrated, the cell contains plural positive and 
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negative plates. Ol course, the coll can utilize the necessary number of plalBs to provide the capacity and other electrical 
performance characteristic©, desired for the particular application. 

The plates 94, 96 are separated by absorbent separators 98. The separators comprise an absorbent materiar mat 
More typrcally, the separator used lor VRL A cells and batteries is a glass mat, although glass mat materials incorporating 
polyolefin fibers or other polymeric fibers alternatively may be used. Indeed, any separator useful for sealed tead-acid 
ceils may be employed. Jn the preferred embodiment, the separator extends slightly past the electrode, to prevent an 
inadvertent short circuit of the cell. In addition, the separator may be fofdad around and between the plates by emorovlna 
a U-fold 100, as illustrated in FIG. 7. - 

The plates 94. 96 preferably tit snugly within the container 92, that is, the electrodes and separators should stay 
In the assembled condition when iho container is Inverted, Indeed, as is known, the cell configuration should insure 
that the plates and separators maintain adequate compression and good contact so as to enhance the electrical per- 
formance of the cell. Preferably, as illustrated In FIG. 7, the separators and plates are compressed so as to be in 
intimate contact with one another. The plates are connected to on another by conductive straps 102 and to external 
terminals 104, 106 by conventional means. 

The thickness ol the plates will vary depending upon the application to which the cell is Intended. An illustration 
of a useful range is from about 0.050 inch to about 0.300 Inch. It is desired that the service life of the cell should be 
dictated by the thickness of the positive plates, as opposed to factors such as electrolyte or water toss or other modes 
of failure. If positive plate corrosion dictates ths service life of the cell, the eervice life may be more readily predicted 
than for other modes of failure. 

Preferably, the container is normally sealed from the atmosphere in use to provide an efficient-oxygen recombi- 
nation cycle as is known. The container should bo able to withstand the pressure of the gases released during charging 
of the cell. Prossures inside Ihe container may reach levule hs high as, for example, 0.5-10 psig. Release venting is 
provided by a low pressure, self-reseating relief valve, such as, for example, a bunsen valve 1 08. An example of such 
valve is illustrated in U.S. Patent 4,401,730. 

An electrolyte is also included within the container 92. Preferably, the electrolyte is absorbed within the separator 
and the positive and negative active material. The electrolyte typically is sulfuric acid having a specific gravity in the 
range of about 1 .270 to about 1 .540 or even more, as is considered appropriate for a particular application. 

A positive plate prepared in accordance wtth the present invention with alloys will provide long cell IHe and high 
cell capacity. The mechanical and casting characteristics of the alloys of the present invention allow grids to be satis- 
factorily made into the desired size. For example, the current conventional sizes of positive plates are rated as 58 
ampere-hours (AH), 98 AH, 108 AH, and 183 AH. 

FIG. 8 illustrates schematically a battery in accordance with the present Invention. The battery 110 comprises a 
plurality of lead-acid celts, 112, 144 as heretofore described (two such cede are illustrated in FIG. 8). The ceils are 
elsctrically connected to one another In a eerios. While unnecessary, all of the cells may be contained within a container 
116. 

The following Examples are illustrative, but not in limitation, of the present invention. Unless otherwise indicated, 
. the percentages set lorlh are based upon the total weight of the alloy, as added. 



EXAMPLE 1 



4$ 



This Example compares the life lest performance of batteries made with gravity cast positive grids according to 
the present invention and compares with batteries having positive grids of high calcium content alloys. 

A series of BCI Group 26/70 batteries were built in a dual terminal configuration, as disclosed in U.S. Patent 
4,645,725. Batteries with this configuration are commercially available. Two positive grid designs were used, and the 
details are set forth in Table 1 : 



Table 1 







73J 


56TS 


so 


Positive grid weight - gms 


66 


50 




Positive grid thickness - inches 


0.073 


0.056 




Positive grid dimensions (HxW) in 


3.93 X 5.64 


4.25X5.64 




Positive grid area - in 2 


22.1 


24.0 


ss 


Horizontal internal wire cross section • in 2 


0.0025 


0.0017 


Vertical internal wire cross section - in 9 


0.001 8-0.0022 


0.0013-0.0016 




Horizontal/vertical internal wire corrosion diameter - fn 


0.057/0.050 


0.05070,040 
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Positive grids were cast from three different alloys using conventional gravity casting methods. The cast grids had 
the following compositions: Alloy 1 (0.029% calcium, 0.49% tin. 0.032% silver and the remainder lead), Alloy 2 (0,046% 
calcium. 0.48% tin. 0.031 silver and the remainder lead), and Commercial grid alloy (0.1 % calcium. 0.62% tin and the 
remainder lead). 

Batteries using bolh positive grid designs and the three alloys were built with the same plate count per ceil (I.e. - 
6 positives and 6 negatives). Other than the difference in the positive grid alloy used, all of the batteries built with each 
of the I wo grid designs wore identical. 

The batteries built with the thicker grid design (Le. - the 7SJ grid) used the constructional parameters set forth in 
Table 2i 



Table 2 



Number of plates per coll 


12 (6 positive. 6 negative) 


Positive piate enveloped with 0.027 Inch Ihick Daramic separator 




Positive grid weight 


66.0 grams 


Positive paste weight - unformed 


83.1 grams 


Negative grid weight 


32.5 grams 


Alloy composition of the expanded metal negative grids 


0.065% calcium, 0.5% tin, balance-lead 


Negative paste weight - unformed 


67.9 grams 



The batteries built with the thinner grid do&iQn (i.e. - the 56TS design) used the constructional parameters sot forth 
In Table 3: 



Table 3 



40 



So 



Number of plates per cell 


12 (6 positive, 6 negative) 


Positive plate enveloped with 0.033 Inch thick Daramic separator 




Positive grid weight 


49 grams 


Positive pasle weight - unformed 


B1.3 grams 


Negative grid weight 


32.6 grams 


Alloy composition of tho expanded metaJ negative grids 


0.065% calcium, 0.51 tin. balance lead 


Negative paste weight - unformed 


67.9 grams 



After completing the usual BCI initial performance testing (i.e. - alternating Reserve Capacity and Cold Cranking 
Amps), the various batteries built were teoled using the industrynaccepted SAE J240 We leel. The temperatures used 
were 105°F (the current temperature specified in the SAE J240 lesl) and 167*R The principal failure mode at 167*F 
Is positive grid corrosion, and testing at this temperature is considered to be a more realistic test of the efficacy of a 
positive grid ailoy as regards corrosion resistance, than is testing at i05 a F in view of the under-the-hood temperature 
conditions now being experienced in automobiles. 
^ The results of the testing (based upon at least two batteries in each combination) are set forth In Table 4: 

Table 4 





73J Positive Grids 


56S Positive Grids 


i Grid Alloy 


105°F 


167*F 


105°F 


167*F 


Alloy 1 


7740-9030 


3300-4950 


6600 


2400-4500 


Alloy 2 


8200-9900 


3400-4200 


6500 


2400^000 


Commercial grid alloy 


9Q0Q 


1500 


7500 


1075 



Tho variation in high temperatu re performance using Ihe grid alloys of the present invention is considered to reflect 
minor problems in The manufacturing of the batteries built for testing (i.e.- start-up problems such as bent plates and 
the like arising from learning how to handle these grids In comparison to the stlffer conventional grids), rather than 
reflecting any variation in pertorrnancc due to Ihe alloys used. Eliminating these minor manufacturing problems will 
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aJlow achieving the consistently superior cycle lifa and field service by which batteries using the alloys of this Invention 
should be characterized. Regardless of the variation in performance in the battory tested, the batteries made using 
the positive grid alloys of the present invention provided substantially better high temperature performance than the 
performance provided by the commercially used positive grid alloy. 

5 Indeed, the excellent high temperature performance results using the positive grid alloys of this Invention that are 

shown In the Example are considered lo be indicatrve of the performance results that may be obtained using Ihe alloys 
of the present invention. For example. Table 5 shows results obtained with BCI Group 34/7B batteries built Using a 
commercial positive grid alloy (i.e. - 0.1 0% calcium, 0.66% tin and the remainder toad) in comparison to batteries built 
using Alloy 3, an alloy according to the present invention (i.e. - Uie alloy composition of the cast grid was 0.037% 

10 calcium, 0.45% tin, 0.032% silver and the balance lead) : 
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The data in Table 5 supports the view that batteries made with positive grids using the alloy of this invention have 
such superior performance that similar performance can be obtained even when fewer plates per cell are used and 
the total plate area is substantially less. Satisfactory performance is obtained even when the battery is discharged at 
a rate substantially in excess of the rating of the battery (viz. • in Table 5, afmost twice the J240 cycle life was provided 
at 167 F even whsn discharged at 875 amps, which was well over the 625 cold cranking amps rating of the battery) 

Further, the batteries of this invention, using the unique positive grid alloys, will provide Improved performance as 
the service lite of th e battery continues, even when the in itial performance may be slightly less than that of a conventional 
battery (due to the use in the conventional battery o1 more and thinner plates per cell and mora total plate aroa) More 
particularly, batteries according to the present invention experience substantially less degradation m performance over " 
the useful servk: e life of a battery in comparison to the performance degradation experienced by conventions batteries. 

This improved performance over the useful service life can be seen from the data plotted in FIG. 3. Curves A and 
B show the calculated discharge current in amps to 7.2 amps al 1 67*F as the conventional Group 34/78 dual terminal 
battenes described in conjunction with Table 5 (i.e., using the commercial positive grid alloy) were discharged, respec- 
tively, at 875 amps and 625 amps. Curves C and D show the same calculated discharge currents for the Group 34/78 
batteries of the present invention also described in conjunction with Table 5, discharged at 875 and 625 amps. 

A comparison of curves A and C show that the degradation in the discharge current is much less severe for the 
battories of the present invention even when discharged at a current (875 amps) well above the rated CCA capacity 
(625 amps) for the batteries of the present invention. A comparison of curves B and D shows that the batteries of this 
invention exhibit substantially shallower degradation than Id the case with conventional batteries. Thfs substantial im- 
provement in performance by the batteries of this Invention will be even more pronounced at lower temperatures. 

EXAMPLE 2 

Thl6 Example shows the use of the present invention to make positive plates from d\rGd\y cast stripe and expanded 
grid mesh metal techniques and the resulting performance in SLI lead-acid batteries. 

A line similar to that shown in FIG. 4 was used to make positive plates. The alloy composition used for the positive 
plates was as follows; 0.028-0.036% Ca, 0.52% Sn, 0.036% Ag-Pb. Negatrve grids were used having the following 
composition; 0.065-0.08% Ca, 0.5% Sn-Pb. 

A series of Group 34/78 batteries Were made using 14-0 type plates per cell. Two groups of batteries were made, 
one with a 0.02S non strip and the other with a 0.038 inch Strip. In each group, a subset was made in which a minor- 
apparatus change was made (not considered as effecting the electrical performance). Th© electrical performance of 
the batteries was tested and compared to that of similar batteries (except using positive plates gravity cast from an 
alloy composition of 0.04% Ca, 0.53% Sn, 0.033 Ag). Table 6 sets forth the results. 
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A further series of batteries was made fn which positive grids were heat-treated ortor to beina MS t«H 
t = involved IMo the cast strip at 205'F for iSd rnfoutL and then 

posiwe paste. The flash<lrled positive plates wore cured in a steam chamber at 200°F for 1 20 minutes and oost cured 
at ambient temperatures for 3 days before the batteries wer* assembled. The mean arid weSlter^ SKJ 

was 3.92-4.05 gfco. Table 7 sets forth the results of the electrical performance of these batterias 
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* ™ ™™f "I™ . nd fo^ U,ateCf VO ' ta9e ""W* charging Also, under typical automobile Use, the battery 
is on open circuit up to about 90% of the time. y 

Accordingly, the positive grid corrosion characteristics of the batterle9 under open circuit etoraqe conditions has 
excellent resistance to positive grid corrosion in comparison to that of conventional batteries under open circuit cen- 
tum I?" 9 ' m ° batterios otThe P r8fiWl1 Invention exhibit excellent resistance to positive grid corrosion In comparison to 
^ VGn 7 a, . bat !° rl0e JndQf a " imp0rTan! cond ^ions where posits grid corrosion Is often the prime failure 
excellent resistance to positive grid corrosion equates to better service performance of the batteries of xhls 
terie7°° a8 * B !rf ° 01 batlerV conilnue6 due to the flreater degradation experienced by oonventionai bat* 
- ^ M f re ° Ver ' th ' 8 fmproved Performance of the batteries ot this invention allows the battery manufacturer a wide ranae 

^ml" T?^' - hC d ! 8i9 1 0f ° XCe,,enl co5l - etficlent baRerte3 tor a Particular application. As one dramatic 

example, the battery of this invention described in conjunction with Table 5 utilizes about two pounds of lead less than 
the conventional batteries described in relation to Table 5. A superior performing battery is provided, and the reduced 
material costs translate to savings substantially larger than the profit margin oilen available to battery manufacturers 
stiff further, the continuous method for making positrvs plates using a directly cast ©trip and expanded grids made 
using the Commco rotary grid expander which forms one part of this invention offers enormous potential economic 
benefits. As well, certain performance enhancements are achieved as has been previously discussed, while not re- 
sulting in any performance degradation in any other respects that is meaningful (e.g., the use of continuously cast alloy 
strip and grids made by expanded metal techniques may result in a perceptible, but slight, decrease In the cold crankinq 
amps obtained relative to that obtained with gravity cast grids; however, the slight decrease Is not considered mean- 
ingful). 

Claims 

1. A starting, lighting and ignition /sad-acid battery which comprises a container divided into a plurality of cells a 
battery element disposed in each of said cells, each battery element comprising a plurality of electrodes and sep- 
arators, and each cell being electrically connected tegsther. at least some ol said electrodes comprising an elec- 
trically conductive, directly cast strip grid comprising a top frame bar having a plate lug, a bottom frame bar and 
grid mesh connecting ©aid top and bottom frame bare, said grid having no vertical frame bars, said grid being of 
an alloy composition consisting essentially of Irom about 0.030% to 0.050% calcium, about 0.65% to 1.25% tin 
about 0.018% to 0.030% silver, and the remainder lead, tho percentages being based upon the total weight of the 
grid. 

2. The lead-acid battery of claim 1 wherein said alloy composition includes from about 0.004% to 0.010% aluminum. 

3. The leadnacid battery of claim 1 wherein said directly cast strip has a thickness of from about 0.02 to 0.06 fcich. 

4. The lead-acid battery of claim 1 wherein said directly cast strip has a thickness of from about 0.02 to 0.04 inch. 

5. A sealed, lead-acid cell comprising a container normally sealed from the atmosphere fn service, at least one positive 
plate and a negative plate disposed with in said container, a separator disposed within said container and separating 
said positive and negative piates, and an electrolyte substantially completely absorbed in said separator and said 
plates, said positive plate comprising a gravity cast, grid-supporting structure having a fayer of active material 
pasted thereto, said grid supporting structure comprising a load-based alloy consisting essentially of lead from 
about 0.035% to about 0.055% calcium, from about 0.95% to about 1.45% tin, and from about 0.0 1S% to about 
0.030% silver, the percentages being based Upon the total weight of said lead-based alloy. 

6. The lead-acid cell of claim 5 wherein said alloy composition includes aluminum in an amount of from about 0 008% 
to about 0.025%. 

7. A sealed, lead-acid celf, comprising a container normally sealed from the atmosphere in service, at least one 
pos.tivG plate and a negative plate disposed within said container, a separator disposed within said container and 
separat rng said positive and n egatlve plates, and an electrolyte substantially completely absorbed in said separator 
and plates, said positive plate comprising a directly cast strip, grid-eupporting structure, having a layer of active 
material pasted thereto, said grid-supporting structure comprising a lead-based alloy consisting essentially of lead. 
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^uTo^TtrV*" ° ° 50% T lVm ' fr ° m *°« °' &5% t0 12S% «* from about 0.017% to 
about 0.030% silver, the percentages being based upon the total weight of said lead-based alloy. 
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